Permanent Painting

produced by what is known as the "quick process/'
and is made directly from a solution of acetate of lead.
It is exceedingly heavy, but crystalline in structure,
and very easily affected by sulphureted hydrogen. It
should not be used in painting portraits because zinc
white is far more permanent. However, it has one
good feature and is useful for one purpose. In pre-
paring a canvas cremnitz white mixed with turpentine
produces a flat ground which has what the painter calls
"tooth." The surface has a fine grain, to which sub-
sequent colors adhere well, and as such its use is per-
missible.
CRIMSON LAKE
This is a beautiful shade of cochineal lake, and is
manufactured from the coloring matter which remains
after the carmine has been precipitated or extracted
from the cochineal bug. It is, however, a useless color.
It not only dries badly, but when submitted to the
sunlight for 10 days, it bleaches badly. It should
never be used under any circumstances for permanent
painting, and is similar to carmine lake.
CRIMSON MADDER
This is a form of madder lake manufactured very
largely from alizarin, which is chemically the same
as the madder produced from the root. It is very
permanent as long as it is used alone or when used
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